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THIN FILMS HAVING A ROCK-SALT-LIKE STRUCTURE 
DEPOSITED ON AMORPHOUS SURFACES 

This application claims priority to Provisional Application Serial No. 
60/065,324 filed November 13, 1997, entitled "Apparatus and Method for Ion Beam 
Induced Texturing on Thin Films on Amorphous Substrates". 

Brief Description of the Invention 

This invention relates generally to thin films. More particularly, this invention 
relates to thin oxide films of the type having a rock-salt-like structure, deposited on 
amorphous surfaces with substantially in-plane alignment as well as substantially out- 
of-plane alignment. 

Background of the Invention 

There are an increasing number of thin film and thick film materials which, in 
their application to devices of all types, depend on properties dependent on their 
anisotropic physical properties, or which require low-angle grain boundaries between 
grains. Thus, these materials must be deposited in special orientations in order to 
utilize their properties. The present method of achieving this is to epitaxially deposit 
onto carefully selected single crystal substrates with matching lattice constants and 
chemical compatibility 

Ion beam assisted deposition (IBAD) has shown promise as means to produce 
textured films on non-epitaxial substrates that can then subsequently be used as a 
structural template for the deposition of other films, eliminating the requirement of 
single crystalline substrates. The material commonly used has been (lOO)-oriented 
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Yttria-Stabilized-Zirconia (YSZ). However, the texturing of (100) YSZ evolves 
slowly, so a thick film (>0.5 vm) is required to achieve good in-plane alignment 
(-13°), limiting the application of YSZ due to high processing time and cost. Other 
materials, characterized by rock salt and rock salt-like structures, have been considered 
potentially advantageous for use as templates for forming well textured layers such as 
superconducting films due to their simple crystal lattice which tends to naturally align 
with a preferred surface for subsequent growth of textured films {(001) type sheet 
axis}. Rock salt structures tend to have a reasonable lattice match with films such as 
YBCO and PZT which make them attractive for a variety of electronic and electrical 
applications. In addition, the simple chemistry of these structures makes them easier to 
process than the more complex multi-cation structures. By "rock-salt materiar is meant 
a structure having a cF8 Pearson symbol and a Bl Sturukturbericht designation. 
Typical rock salt materials are described, for example, by "Metals Handbook, Ninth 
Edition", volume 9, p 707-71 1, , which pages are herein incorporated in their entirety by 
reference ,and by C.S. Barrett and T.B. Massaiski, "Structure of Metals", McGrawHill, 
3rd edition, 1966, p.240-241, , which pages are herein incorporated in their entirety by 
reference. Exemplary rock salt materials include CaO, SrO, TiN, ZrO, and BaO. By 
"rock-salt-like materiar* is meant a material with a crystalline structure with atomic 
arrangements identical to or similar to that in rock-salt, such as cubic structures with 
(100) close-packed planes or cubic structures in which a part of the lattice (some 
planes) has the same atomic arrangement as in rock-salt. Examples, in addition to rock 
salt materials, are rock-salt superstructure Bl, cubic superlattice LI 3 spinel superlattice 
HI, and perovskites & perovskite superstructures E2,. Exemplary compounds with 
rock-salt superstructure B 1 are LiNi0 2 , and LilnO,. Typical cubic superlattice LI 2 
compounds are Ni 3 Al, Au 3 Cu, A!Zr 3 , etc. Typical spinel superlattice HI, compounds 
are MgAJ 2 0 4 , and y-AI 2 0 3 . Typical perovskites & perovskite superstructures 
E2,compounds are SrTi0 3 , CaTi0 3 , NdGa0 3 , LaA10 3 , SrZr0 3 , BaZr0 3 , and SrRu0 3 . 
However, at present, these materials are typically used either in expensive single crystal 
forms or as epitaxially grown films which must be produced upon substrates which 
themselves exhibit a biaxially textured surface. 
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Objects and Summary of the Invention 

It is a general object of the present invention to provide an improved technique 
for producing textured films of materials having a rock-salt structure on amorphous 
substrates. 

It is another object of the present invention to provide a technique for 
producing textured films having a rock f aJt-like structure on amorphous substrates. 

It is a further object of the present invention to provide an economical method 
of producing textured films on an amorphous substrate. 

It is a further object of the present invention to provide an economical thin film 
buffer layer for the deposition of high temperature superconductor material. 

The present invention provides a method of forming textured thin films having a 
rock-salt-like structure on an amorphous surface employing ion beam assisted 
deposition of the thin film material and a method of forming composite articles 
including multiple film layers having substantial alignment both in-plane and out-of- 
plane. 

In one aspect, the invention is a method of forming a composite article by 
forming a buffer layer including a. first thin film formed on a smooth amorphous surface 
of a substrate from a material having a rock-salt-like structure and substantial alignment 
both in-plane and out-of-plane, and forming a second film having substantial alignment 
both in-plane and out-of-plane on a surface of said buffer layer, wherein said first film 
provides a template for the epitaxial growth of said second film. The first thin film is 
formed by ion-beam assisted deposition of the rock-salt-like material under first 
conditions of temperature, rock-salt-like material evaporation rate, ion energy and flux 
selected to promote formation of in-plane aligned crystallites of the rock-salt-like 
material on the smooth amorphous surface at the nucleation stage of film formation and 
subsequent pseudo-columnar growth of columns of the crystallites, resulting in 
substantial alignment both in-plane and out-of-plane. 

Typically, the ion beam assistance is ended after the thickness of said first film is 
such that said smooth amorphous surface is substantially covered with said in-plane 
aligned crystallites and before the thickness of said first film is about twice the thickness 
at which said surface is substantially covered with said in-plane aligned crystallites. In 
one aspect, a homo-epitaxial layer of the rock salt-like material is then formed on the 
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surface of the first film by deposition of the same rock salt-like material under second 
conditions of temperature and rock salt-like material evaporation rate which are 
elevated in relation to the first conditions to increase the thickness of the buffer layer. 
The first film provides a template for the epitaxial growth of the homoepitaxial layer. 
In other aspects, the method may include formation of additional buffer layer films of 
additional materials deposited after formation of the first film, and thr first film will 
provide a template for the epitaxial growth of the these films. 

In another aspect, the invention features an article, including a substrate with at 
least one smooth amorphous surface, a buffer layer comprising a first thin film formed 
on said smooth amorphous surface of said substrate from a material having a rock-salt- 
like structure, and a second film formed on a surface of said buffer layer. The first film 
has substantia) alignment both in-plane and out-of-plane; and provides a template for 
the epitaxial growth of the second film. The second film may be formed from a 
material selected from the group consisting of superconductors, semiconductors, 
photovoltaic materials, magnetic materials, and precursors of superconductors. 
Typically, the RMS of the smooth amorphous surface is less than about 100 angstroms. 

In some aspects, the entire substrate is amorphous, as for example, Metglas or 
a-Si 3 N 4 . In other aspects, the substrate is a poly crystalline non-amorphous base 
structure with a smooth amorphous surface layer. In some aspects, this layer may be 
chemically identical to the base structure. For example, polycrystallirie Ni in some 
forms is an intrinsically an ordered structure with an amorphous surface. The desired 
amorphous surface may also be created, for example, by laser glazing, ion damage, or 
high rate mechanical deformation. In other aspects, the layer is not chemically 
identical to the base structure and may be created, for example, by deposition or ion 
implantation. Suitable base structures include nickel alloys, and preferably alloys 
comprising nickel as a primary component, including Hastelloy and Metglas. 
In some aspects, the rock-salt-like material is a rock-salt material. 

In a preferred embodiment, the rock-salt material is MgO and the thickness of 
the first film is less than about 200 Angstroms, preferably less than about ISO 
Angstroms, but greater than about 20 Angstroms. Its alignment is better than about 13 
degrees. The buffer layer may include additional films, deposited homoepitaxiaiiy or 
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heteroepitaxialiy, and the first film will provide a template for the epitaxial growth of all 
subsequently deposited films. 

The second film may be formed from a material selected from the group 
consisting of superconductors, semiconductors, photovoltaic materials, magnetic 
materials, and precursors of superconductors. 

Pncf Description of the Drawings 

For a better understanding of the nature of the invention, attention is directed 
toward the following detailed description taken in conjunction with the accompanying 
drawings, in which: 

Figure 1 schematically shows an apparatus for carrying out the present 
invention. 

Figure 2 shows a textured MgO film formed on an amorphous silicon nitride 
substrate layer. 

Figure 3 is an enlarged view of a buffer layer or film deposited in accordance 
with the prior art. 

Figure 4 is an enlarged view of a buffer layer or film deposited in accordance 
with the present invention. 

Figures 5(a) - 5(0 show real time reflection high energy electron diffraction 
(RHEED) observation of an ion beam assisted deposition (IBAD) (deposited at room 
temperature) and homo-epi MgO film (deposited at 600°C), in which (a) to (c) are 
IBAD MgO at 20, 50 and 100 A respectively, and (d) to (0 are homo-epi MgO at 100, 
400 and 800 A respectively. 

Figures 6(a) and 6(b) are X-ray diffraction scans of the MgO film shown in 
Figure 5 (100A IBAD and 800 A homo-epi film): (a) (o-scan of the MgO (200) peak 
and (b) <|>-scan of the MgO (220) peak. 

Figure 7 is a X-TEM of an IBAD MgO (deposited at 300° C), in which the ion 
beam was incident at roughly 45° with respect to the normals of the substrate and 
image planes. 

Figure 8 is an X-TEM of a high temperature superconductor film deposited 
upon a buffer layer or film formed in accordance with the present invention. 
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Detailed Description of the Preferred Embodiment of the Invention 

The invention will be described in connection with the formation of in-plane 
textured ( 1 00) MgO films on a smooth amorphous Si 3 N 4 surface by ion beam assisted 
deposition (IB AD). However, it will be apparent that films of other materials having a 
rock salt-like structure can be deposited on other smooth amorphous surfaces. 

Referring to Figures 1 and 2, a substrate 1 1 having an amorphous Si 3 N 4 surface 
layer 12 formed on a single crystal silicon member 13 is positioned to receive MgO 
vapor from the source 14, to deposit a textured MgO film 16. The MgO is evaporated 
from the source by an electron beam. The deposition rate can be, for example, between 
I OA and 4.4A per second. The substrate temperature can be between room 
temperature or less and 400°C. Other MgO deposition methods such as sputtering or 
pulsed laser deposition may be used to deposit the MgO film onto the amorphous 
surface layer 12. Other amorphous surface layers such as Si0 2 can be used. Figure 3 
shows a MgO film deposited without ion beam assistance. The rock salt-like structure 
deposits with an out-of-plane alignment of the (001) plane. The in-plane orientation of 
the crystals is random as shown by the lines 17, Figure 3. 

In accordance with the present invention, an ion beam 18 is projected onto the 
surface of the substrate at an angle « with respect to the substrate normal by an ion 
source 1 9. For example, the ion source can be a Kaufman 3 cm ion source. The ion 
energy can be between 200 and 1200 eV. The angle « can be between 10° and 80°. 

The diffraction pattern of the film is monitored in real time using a reflection 
high energy electron diffraction apparatus (RHEED) (not shown) which projects a 
RHEED beam 21 onto the deposition surface. A Faraday cup and quartz crystal 
monitor (not shown) are used to monitor the ion flux and evaporation rate of the 
material being deposited. 

In one example MgO IBAD films 1 6 were deposited on an amorphous Si 3 N 4 
layer 12 carried by a silicon wafer 13, Figure 2. The diffraction pattern of the film 
surface was monitored as it was deposited using RHEED. The ion source was an 
argon ion source Ar* at 700eV ion energy. The flux ranged from 1 10-120 nA/cm 2 . 
The angle « between the ion beam and the substrate normal was 45°, which is an open 
or channel direction for (100) MgO. The evaporation rate of MgO was selected by 
monitoring the appearance of the MgO diffraction patterns in RHEED. In-plane 
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textured MgO films were obtained from room temperature (RT) to 300°C. For an RT 
deposition, the best alignment was obtained with a L5A/sec evaporation rate. Figure 4 
illustrates the alignment of the crystals. 

Figures 5(a) - (0 show a typical texturing or deposition sequence observed with 
the in situ RHEED. When the proper deposition conditions are set, the RHEED 
pattern changes from a diffused-scattering pattern (from the amorphous Si 3 N 4 
substrate) to a crystalline pattern of MgO at about 20A film thickness, Figure 1(a), 
which is the limiting diffraction thickness of the RHEED. The pattern suggests that the 
MgO molecules form well-aligned small 3D crystallites right at the inception of the 
deposition, i.e. right at the nucleation stage, with (100) planes aligning out-of-plane and 
the [110] direction facing the ion source. The pattern gradually improved, Figure 1(b), 
and was optimized at about 100A, Figure 1(c). At the optimal texture, the ion beam 
was turned off, the substrate temperature was raised to 600°C and subsequently an 
800A homo-epi MgO was deposited so that the film was thick enough for X-ray 
diffraction. Based on the RHEED, no obvious additional features were introduced 
during the homo-epi process, Figures 1(d) to 1(0- X-ray diffraction of the sample, 
Figure 6(a), indicates a 3° out-of-plane alignment (FWHM of the (o-scan) and Figure 
6(b) indicates a 7° in-plane alignment (FWHM of the <f>-scan). 

A cross-sectional TEM (X-TEM) image, Figure 7, reveals the texture 
development of the IB AD MgO, suggesting that the MgO growth is pseudo-columnar 
with each column consisting of small 3D crystallites, and that the alignment of these 
crystallites starts at the MgO/SiN interface. Combining the observations from both 
TEM and RHEED, a consistent picture emerges in which the MgO texture develops at 
the beginning of the growth, i.e. the nucleation stage. The optimal thickness of the 
growth likely corresponds to the point at which the surface of the substrate is fully 
covered by textured MgO crystallites. After that, the texture improves only slightly and 
eventually starts to degrade. It has also been observed that both the alignment and 
coverage of the textured area improved at lower substrate temperature, suggesting that 
the texturing process is facilitated by the denser and smaller nuclei obtained at lower 
temperature. This is consistent with the nucleation-texturing mechanism suggested for 
MgO. 
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The MgO texturing mechanism and alignment results are very different from 
those of IB AD ( 1 00) YSZ as described earlier. One of the major differences between 
the two materials is the preferred out-of-plane alignment. At high temperature, the 
YSZ tends to grow as (1 1 1) fiber texture (i.e. the (1 1 1) planes aligned out-of-plane 
while randomly oriented in-plane), and this out-of-plane alignment cannot be changed 
by the ion beam. Thus, the best chance n obtain (100) YSZ growth is at low 
temperature. At low temperature, however, the YSZ molecules lack mobility, resulting 
in a kinetic-limited growth. Without BAD, either a poorly crystallized film would 
result or several out-of-plane alignments would co-exist. With IB AD, the ratio of the 
different out-of-plan orientations depends on the ion energy, deposition methods, etc. 
and favors (111) when sufficient molecular mobility is obtained, resulting in a 
complicated texturing process. Conversely, the (100) direction is the preferred out-of- 
plane alignment for MgO (a rock-salt structure). Thus, the ion beam only needs to 
align the in-plane orientation, simplifying the texturing process and allowing the texture 
to appear at early stage. The texture of the IB AD MgO film is totally determinated at 
the initial stage, where the initial texture, substrate condition, and film/substrate 
interaction become important factors. 

The preferred conditions for forming an IB AD MgO layer are: Temperature 
RT to 400°C; layer thickness about 80A to about 150A; ion beam angle « 45°; 
amorphous substrate surface; and amorphous surface roughness (RMS) less than about 
100A. 

The «-SijN 4 substrate layer can be deposited onto a metal alloy such as 
Hastelloy. The MgO layer is then deposited onto the amorphous substrate as described 
above. The MgO/*Si 3 N 4 /HasteIloy substrate can then serve as the substrate for the 
deposit of YBCO to form a high temperature superconductor with a wire or ribbon. 
Figure 8 is an X-TEM of a YBCO film or layer deposited on an MgO buffer layer 
formed on Si 3 N 4 . Table I shows five examples of YBCO/Y 2 0 3 A r SZ formed on: 

Sample 1 . YBCOA'jOj/YSZ/NiO/MgO/MgOCIB ADySi 3 N 4 /Hastelloy tape 
(less polished) 

Sample 2. YBCOA r 2 0 3 /YSZ^iO/MgO/MgO(IBADySi 3 N 4 /Poly-YSZ 
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Sample 3 . YBCO/Y 2 0 3 /YSZ/MgO/MgO(IB AD)/Si 3 N 4 /Hastelloy tape (less 
polished) 

Sample 4. YBCOA r 2 0 J A r SZ/NiO/MgO/MgO(ffiAD)/Si3N 4 /HasteUoy 
(well-polished) 

Sample 5. YBCOA r 2 OyTS2/NiO/MgO/MgO(IBADySi 3 N 4 /Hasteiloy 
(well-polished) 



TABLE I 



Sample No. 


SuS 
roughness 
(RMSVillm 
thickness (A) 


MgO in- 

plane 
alignment 


YSZin- 
plane 
alignment 


YBCO in- 
plane 
alignment 


Tcof 
YBCO(K) 


Jc of YBCO 
(MA/cra 1 ) 


! 


2OA/2O00A 


*** 


*** 


14.3° 


.89 


0.15 


2 


-3A/I000A 


•*» 


*** 


8° 


-89 


0.05 


3 


20A/4000A 


~I2°-I4° 


~I2°-I4° 


~I2 B -I4° 


••• 


0.025 


4 


50A/1000A 


12.8° 


12.8° 


12.5" 


88 


0.33 


5 


2OA/20O0A 


12.3° 


11.4° 


8.2° 


87.8 


0.30 



We have formed highly aligned (based on RHEED) IBAD MgO films on 
Metglas (Allied Signal) by the same process as described for ~-Si 3 N 4 substrates. 
Highly aligned MgO films have also been formed on smooth amorphous surfaces of 
amorphous ~Si 3 N 4 , Si0 2 , and polycrystalline Ni substrates. 

The MgO or the like structural oxides can be deposited on suitably smooth 
amorphous surfaces of metals, glass fibers, wires, etc. to permit the formation of 
superconductor layers. 

In summary, in-plane textured MgO films on amorphous SiN and other 
substrates have been described. The films are promising for use as a structural template 
for the deposition of many materials without the need of single crystalline substrates. 
This texturing process for MgO is a nucleation process and the alignment is a function 
of nuclei size and density. 

The foregoing description, for purposes of explanation, used specific 
nomenclature to provide a thorough understanding of the invention. However, it will 



-9- 



WO 99/25908 



PCT/US9M4194 



be apparent to one skilled in the an that the specific details are not required in order to 
practice the invention. The foregoing descriptions of specific embodiments of the 
present invention are presented for purposes of illustration and description. They are 
not intended to be exhaustive or to limit the invention to the precise forms disclosed, 
obviously many modifications and variations are possible in view of the above 
teachings. The embodiments were chosen and described in order to best explain the 
principles of the invention and its practical applications, to thereby enable others skilled 
in the art to best utilize the invention and various embodiments with various 
modifications as are suited to the particular use contemplated. It is intended that the 
scope of the invention be defined by the following claims and their equivalents. 
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What is claimed is- 

1 . An article, comprising: 

a substrate having at least one smooth amorphous surface; 
a buffer layer comprising a first thin film formed on said amorphous surface of 
said substrate from a material having a rock-salt-like structure and substantial alignment 
- both in^plane t and"6utrof-pfane; and ~ " 

" a second-film having substantial alignment both in-plane and out-of-plane 
formed on a surface of said buffer layer, whefelri said first film provides a template for,; 
.pgr the epitaxial growth of said second film. — -iS^g^ w ; j^.:/fiirjc 

2. An anicle according to claim 1 wherein said second film is formed from 
a material selected from the group consisting of superconductors, semiconductors, 
photovoltaic materials, magnetic materials, and precursors of superconductors. 

3. An anicle according to claim 1 wherein the RMS of said smooth surface 
is less than about 1 00 angstroms. 

4. An article according to claim 1 wherein the substrate comprises a 
polycrystalline non-amorphous base structure having an amorphous surface layer. 

5. The article according to claim 4, wherein the base structure is formed 
from a material selected from the group consisting of alloys comprising nickel. 

6. The article according to claim 5, wherein the base structure is formed 
from a material selected from the group consisting of alloys comprising nickel as a 
primary component. 

7. The article according to claim 6, wherein the base structure is formed 
from Hastelloy. 

8. The anicle according to claim 6 wherein the amorphous surface layer is 
chemically non-identical to said non-amorphous base structure. 
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9. The anicle according to claim 2, wherein said second film is formed 
from a material selected from the group consisting of superconducting rare earth- 
barium-copper oxides, bismuth-strontium-calcium-copper oxides, thallium-bismuth- 
strontium-caicium-copper-oxides and their precursors. 

10. The article of claim 1 wherein the rock-salt-like material is a rock-salt 
material. 

1 1. The article of claim 10 wherein the rock-salt material is an oxide. 

12. The article of claim 1 1 wherein the oxide is MgO. 

13. The article of claim 1 in which the rock-salt-like material is a nitride. 

14. The article according to claim 1, wherein said buffer layer comprises a 
plurality of in-plane and out-of-plane aligned films, and wherein said first film provides 
a template for the epitaxial growth of each of the others of said plurality of films. 



1 5. The article according to claim 1, wherein said buffer layer comprises a 
third in-plane and out-of-plane aligned film, and wherein said first film provides a 
template for the epitaxial growth of said second and third films. 



16. The article according to claim 1 , wherein the thickness of the first film is 
less than about 200 angstroms and greater than about 20 angstroms and its alignment is 
better than about 13 degrees. 

17. A method of forming a composite article comprising the steps of: 
forming a buffer layer comprising a first thin film 

formed on a smooth amorphous surface of a substrate, 
from a material having a rock-salt-like structure and substantial alignment both 
in-plane and out-of-plane, 
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by ion-beam assisted deposition of said rock-salt-like material under first 
conditions of temperature, rock-salt-like material evaporation rate, ion energy and flux 
selected to promote formation of in-plane aligned crystallites of said rock-salt-like 
material on said smooth amorphous surface at the nucleation stage of film formation 
and subsequent pseudo-columnar growth of columns of said crystallites; and 

forming a second film having substantial alignment both in-plane and out-of- _ 
plane on a surface of said buffer layer, wheraf^ 
the epitaxial growth of said second film. 

1 8. The method of claim 17 wherein the rbck-saJt-lfe a rock- 
salt material. 

19. The method of claim 17 wherein said second film is formed from a 
material selected from the group consisting of superconductors, semiconductors, 
photovoltaic materials, magnetic materials, and precursors of superconductors 

20. The method of claim 17 further comprising the step of ending the ion 
beam assistance after the thickness of said first film is such that said smooth amorphous 
surface is substantially covered with said in-plane aligned crystallites and before the 
thickness of said first film is about twice the thickness at which said surface is 
substantially covered with said in-plane aligned crystallites. 

21. The method of claim 20 further comprising the step of thereafter 
forming a homo-epitaxial layer of said rock-salt-like material on the surface of said first 
film by deposition of said rock-salt material under second conditions of temperature 
and rock-salt material evaporation rate which are elevated in relation to said first 
conditions, said first film providing a template for the growth of said homoepitaxial 
layer. 

22 The method of claim 20 further comprising the step of thereafter 
forming additional in-plane and out-of-plane aligned buffer layer films of additional 
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materials on the surface of said first film, said first film providing a template for the 
epitaxial growth of said additional films. 

23 . The method of claim 1 7 wherein the RMS of said smooth surface of said 
substrate is less than about 100 A. 

24. The method of claim 17 wherein said first conditions of temperature are 
a substrate temperature in the range of about 0°C to about 400°C. 

25. A thin film for subsequent epitaxial thin film deposition comprising 
an smooth amorphous surface; and 

a thin film of a material having a rock-salt-like structure formed on said smooth 
amorphous surface with both in-plane and out-of-plane alignment. 

26. A thin film as in claim 25 in which the material having a rock-salt-like 
structure has a rock salt structure. 

27. A thin oxide film as in claim 25 in which the amorphous surface is SijN 4 . 

28. A structure as in claim 25 in which the base structure is a wire, ribbon or 

sheet. 

29. A structure as in claim 25 in which the material having a rock salt like 
structure is MgO. 

30. A structure as in claim 25 in which the amorphous surface is Hastelloy. 

31. A structure as in claim 25 in which the amorphous surface structure is 
Metglas. 



- 14- 



WO 99/25908 



PCTAJS98/24194 



1 / 6 





SUBSTITUTE SHEET (flllf 28) 



WO 99/25908 



PCT/US98/24194 



2/6 



NO IONS 



DEPOSITED 
ATOMS 



t t 




BUFFER LAYER 



AMORPHOUS OR 
POLYCRYSTALLINE 



FIG. 3 



DEPOSITED 
ATOMS 



i 1 i 




FIG.4 



BNSOOCIO <WO SegfiBQflAI I > 



WO 99/25908 PCT/US98/24194 

3/6 




FIG. 5b FIG.5e 




FIG. 5c FIG. 5f 



SUBSTITUTE SHEET (RUU SB) 

BNS0OC1O. <VVO 9925908*1.1. > 



WO 99/25908 



PCT/US98/24194 



4 / 6 



1400- 
u 1200- 
<o 1000- 
jo 800- 
§ 600- 
8 400- 
200- 
0- 



FWHM 
=30° 




-2 0 
(5) (DEG) 



FIG.6A 



400 



o 300 
u~> 

£ 200 
z 



100-1 
0 



FWHM 
=6.7° 




*j+*+*J _ 



50 100 150 200 250 300 350 



V ( DEG) 

FIG.6B 



SUBSTITUTE SHEET (WJU ») 



WO 99/25908 



5/6 



PCT/US98/24194 




&4SDOCi!> <WO_99Z5©08AU_> 



SUBSTITUTE SHEET (RULE 26) 



WO 99/25908 



6/6 



PCI7US98/24194 



YBCO Au 




FIG.8 



BNSDOCI& <WO_ 962S906A1_L> 



SUBSTITUTE SHEET (RULE 28) 



INTERNATIONAL SEARCH REPORT 



Inte Ion* Application No 

PCT/US 98/24194 



A. CLASSiFCATION Of SUBJECT MATTER ^. Mft /no 

IPC 6 C30B23/02 C30B29/16 C30B29/22 



Acoordng to irtemational Patent Ctassrflcatton (IPC) of to both national classification and IPC 



B. FIELDS SEARCHED 



Minimum documentation searched (classification system loBowod by classtTcatton symbols* 

IPC 6 C30B 



Documentation Karcned other than minimum documentation to ma exter* that such document* are tncfcxled to the liatda searched 



Electron* data basa cortaiated during the tntemational search (name of data basa and. where practical search terms usad) 



C. DOCUMENTS CONSIDERED TO BE RELEVANT 



Category* Ctthon of document, with indkatton. wha#a appropriata. of tha rotovart paaaagaa 



Relevant to dam No. 



EP 0 669 411 A (SUMITOMO ELECTRIC 
INDUSTRIES LTD) 30 August 1995 



see claims 1 ,4,5; example 5 

PATENT ABSTRACTS OF JAPAN 

vol. 13, no. 338 (E-795), 28 July 1989 

& JP 01 099268 A (MITSUBISHI ELECTRIC 

CORP), 18 April 1989 

see abstract 



1,2,5-7, 

9-12,14, 

25,26, 

28-30 

17 

1,2, 

9-12,25, 
26,29 



Furtrier documents are listed in the continuation of box C. 



Patent family members are asted in annex. 



' Special caiegonaa of cited documents : 

"A" document denning the general state of the art which is not 

considered to be of particular reference 
*E" earlier document but published on or attar me international 

tiling data 

V document which may throw doubts on pnorty ctaimfs) or 
whioA is ated to establish the pubecabon date ot another 
citation or other speciaJ reason (as specSied) 

"O" document referring to an oral disdosura. use, exnfttton or 
other means 

-P* aociMT>*tp<*3*st^f^tD\m\ri*tT*i>QCM mngdatabui 
later than the priority date claimed 



T later document pubtished after the international ming data 
or pnonty date and not n confict with the application bU 
cited to understand the pnrcipte or theory underlying the 
invention 

"X" document of particular relevance: the claimed mention 
cannot be consriered novel or cannot be considsred to 
involve an inventive atop when the document is taken atone 

"Y" document ot particular relevance: the claimed invention 

cannot be considered to tnvofve an nverttive step when the 
otocumart is combttadwtth one or more other such docu- 
ments, such combination being obvttue to a person stated 
in the art. 

document member of the same patent famiry 



Oat* of the actual completion of the rtemationej search 



18 March 1999 



Date of maikng of the international search report 



25/03/1999 



Name ano maifeng addreaa of the ISA 

European Patent Office, P.B. 5618 Patanttaan 2 
NL-2280HVRrfSW^t 
Tel, <*31-70) 340204a Tx. 31 651 epo rt. 
Fax (+31-70) 340-3016 



Authorized officer 



Cook, S 



Fotm PCT/&A/210 tMoond tfieet) <Ju>y iM2> 

BNSOOCIO: <WO 9925903* 1.1. > 



page 1 of 2 



INTERNATIONAL SEARCH REPORT 



tnt* onol Application Mo 

PCT/US 98/24194 



C<Conttmiati©n> DOCUMENTS CONSIDERED T BE RELEVANT 



Calaoory * CiUflon o« document wtr> ndteationwnofa appfopnat*. of the ratevant passages 



Relevant to claim No. 



HE ET AL. : "Deposition of blaxially 
oriented metal and oxide buffer layer 
films on textured N1 tapes: new substrates 
for high current high temperature 
superconductors" 
PHYSICA C, 

vol. 275, 10 February 1997, pages 155-161, 

XP004114521 

AMSTERDAM NL 

see page 156, right-hand column 

EP 0 410 627 A (KABUSHIKI KAISHA TOSHIBA) 
30 January 1991 
see claim 1 

MAO ET AL.: "Ion beam assisted deposition 
of blaxially textured YSZ thin films as 
buffer layers for YBCO superconducting 
films" 
PHYSICA C 

vol. 282-287, August 1997, pages 611-612, 

XP004130427 

AMSTERDAM NL 

see the whole document 

YANG ET AL.: "Control of in-plane 

alignment and the critical current of 

polycrystal 1 1 neYBa2Cu307-x" 

APPLIED SUPERCONDUCTIVITY., 

vol. 3, no. 1-3, January 1995, pages 

105-111, XP004062136 

EXETER GB 

see the whole document 



17 



17 



17 



17 



1 



fornn PCT/tSAfciO (oenmuMan <* mcom tfi—t} <Ji* 1 MB) 

BNSOOCIO <WO 9925©06A1_L> 



page 2 of 2 









tntet Mitl 


Application No 


inton 


nation on pattm tamtty rm 




PCT/US 98/24194 | 


Patent document 


Publication 


Patent family 


Publication 


cited in search report 


date 


memberts) 




data 


EP 669411 A 


30-08- 199B 


JP 7291626 A 


07-11-1995 



CA 
US 



2143265 A,C 
5607899 A 



EP 410627 



30-01-1991 



JP 
US 



3188604 A 
5607781 A 



26-08-1995 
04-03-1997 

16-08-1991 
04-03-1997 



Pom PCT/ISAOIO <pMM My «m«0 g^y 1 B02) 

BNSOOCID: <WO &925006A 1_l_> 



WORLD INTELLECTUAL PROPERTY ORGANIZATION 
International Bureau 




INTERNATIONAL APPLICATION PUBLISHED UNDER THE PATENT COOPERATION TREATY (PCT) 



(51) International Patent Classification 6 : 
C30B 23/02, 29/16, 29/22 


Al 


(11) International Publication Number: WO 99/25908 
(43) International Publication Date: 27 May 1999 (27.05.99) 


(21) International Application Number: PCT/US98/24194 

(22) International Filing Date: 13 November 1998 (13.1 1.98) 

(30) Priority Data: 

60/065324 13 November 1997 (13.11.97) US 

(71) Applicant: THE BOARD OF TRUSTEES OF THE LELAND 

STANFORD JUNIOR UNIVERSITY (US/US]; Suite 350, 
900 Welch Road, Palo Alto, CA 94304 (US). 

(72) Inventors: DO, KJiiem, B.; 1 140 Tiberpine Court, Sunnyvale, 

CA 94086 (US). WANG, Pin-Chin, Connie; 461 Burgess 
Drive #2, Menlo Park, CA 94025 (US). HAMMOND, 
Robert. H; 643 Jay Street, Los Altos. CA 94022 (US). 
GEBALLE, Theodore, H.; 259 Kings Mountain Road, 
Woodside, CA 94062 (US). 

(74) Agents: TEST, Aldo, J. et al.; Flehr, Hohbach, Test, Albritton 
& Herbert LLP, Suite 3400, 4 Embarcadero Center, San 
Francisco, CA 941 1 1 -4187 (US). 


(81) Designated States: AL, AM, AT, AU, AZ, BA, BB, BG, BR, 
BY, CA, CH, CN, CU, CZ, DE, DK, EE ES, FI, GB, GE 
GH, GM, HR, HU, ID, IL. IS, JP, KE, KG, KP, KR, KZ, 
LC, LK, LR, LS, LT ( LU, LV, MD, MG. MK, MM, MW, 
MX, NO, NZ, PL, PT, RO. RU, SD. SE SG, SI, SK, SL, TJ, 
TM, TR. TT, UA, UG, UZ, VN, YU. ZW, ARIPO patent 
(GH, GM, KE LS, MW, SD t SZ, UG. ZW), Eurasian patent 
(AM, AZ, BY, KG, KZ, MD, RU, TJ, TM), European patent 
(AT. BE CH, CY, DE, DK, ES, FI, FR, GB, GR, IE IT, 
LU. MC, NL, PT, SE), OAP1 patent (BF. BJ, CF. CG, CI. 
CM, GA, GN. GW, ML, MR, NE, SN, TD, TO). 

Published 

With international search report. 
With amended claims. 

Date of publication of the amended claims: 

8 July 1999(08.07.99) 



(54) Title: THIN FILMS HAVING A ROCK-SALT-LIKE STRUCTURE DEPOSITED ON AMORPHOUS SURFACES 



(57) Abstract 

- . . YBCO Au 



A thin film of material having a 
rock-salt-like structure is deposited on a 
smooth amorphous substrate surface by ion 
beam assisted deposition. 



Homo 

-epi 

MgO 



IBAD 
MgO 



SiN 




BNSDOCID: <WO_99e5908Al_U> 



FOR THE PURPOSES OF INFORMATION ONLY 



Codes used to identify Slates party to the PCT on the front pages of pamphlets publishing international applications under the PCT. 



AL 


Albania 


ES 


Spain 


LS 


Lesotho 


51 


Slovenia 


AM 


Armenia 


F! 


Finland 


LT 


Lithuania 


SK 


Slovakia 


AT 


Austria 


nt 




LU 


Luxembourg 


SN 


Senegal 


All 


Australia 


CA 


Gaboa 


LV 


Latvia 


sz 


Swaziland 


AX 


Azerbaijan 


GB 


United Kingdom 


MC 


Monaco 


TD 


Chad 


BA 


Bcartia and Herzegovina 


GB 


Georgia 


MD 


Republic of Moldova 


TO 


Togo 


BB 


Barbados 


GH 


Ghana 


MG 


Madagascar 


TJ 


Tajikistan 


BE 


Belgium 


GN 


Guinea 


MK 


The former Yugoslav 


TM 


Turkmenistan 


BP 


Burkina Faso 


CH 


Greece 




Republic of Macedonia 


TR 


Turkey 


BG 


Bulgaria 


HU 


Hungary 


ML 


Mali 


TT 


Trinidad and Tobago 


BJ 


benm 


IB 


Ireland 


MN 


Mongolia 


UA 


Ukraine 


BR 


Brazil 


It 


UraeJ 


MR 


Mas mania 


UC 


Uganda 


BY 


Belarus 


IS 


Iceland 


MW 


Malawi 


us 


United States of America 


CA 


Canada 


rr 


Italy 


MX 


Meaico 


vz 


Uzbekistan 


CF 


Central African Republic 


jp 


Japan 


NE 


Niger 


VN 


Viet Nam 


cc 


Congo 


KX 


Kenya 


SL 


Netherlands 


YU 


Yugoslavia 


CH 


Switzerland 


KG 


Kyrgyzstan 


NO 




zw 


Zimbabwe 


CI 


COte d'lvom 


KT 


Democratic People i 


NZ 


New Zealand 






CM 


Cameroon 




Republic of Korea 


PL 


Poland 






CN 


China 


KR 


Republic of Korea 


FT 


Portugal 






CU 


Cuba 


KZ 


KazakaUD 


RO 


Romania 






CZ 


Czech Republic 


LC 


Saint Lucia 


RU 


Russian Federation 






DE 


Genu any 


U 


Liechtenstein 


SD 


Sudan 






DK 


Denmark 


LK 


Sri Lanka 


SE 


Sweden 






EE 


E&tonta 


LR 


Liberia 


SG 


Singapore 







BNSDOCID. <WO 9«S90BA1.IA> 



AMENDED CLAIMS 

[received by the International Bureau on 20 May 1999 (20,05.99); 
original claim 1 7 amended; remaining claims unchanged (4 pages)] 

1 . An article, comprising: 

a substrate having at least one smooth amorphous surface; 

a buffer layer comprising a first thin film formed on said amorphous surface of 
said substrate from a material having a rock-salt-like structure and substantial alignment 
both in-plane and out-of-plane; and 

a second film having substantial alignment both in-plane and out-of-plane 
formed on a surface of said buffer layer, wherein said first film provides a template for 
the epitaxial growth of said second film. 

2. An article according to claim 1 wherein said second film is formed from 
a material selected from the group consisting of superconductors, semiconductors, 
photovoltaic materials, magnetic materials, and precursors of superconductors. 

3. An article according to claim 1 wherein the RMS of said smooth surface 
is less than about 100 angstroms. 

4. An article according to claim 1 wherein the substrate comprises a 
polycrystalline non-amorphous base structure having an amorphous surface layer. 

5. The article according to claim 4, wherein the base structure is formed 
from a material selected from the group consisting of alloys comprising nickel. 

6. The article according to claim 5, wherein the base structure is formed 
from a material selected from the group consisting of alloys comprising nickel as a 
primary component. 



7. The article according to claim 6, wherein the base structure is formed 
from Hastelloy. 

8. The article according to claim 6 wherein the amorphous surface layer is 
chemically non-identical to said non-amorphous base structure. 
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9. Th article according t claim 2, wherein said second film is formed 
from a material selected from the group consisting of superconducting rare earth- 
barium-copper oxides, bismuth-sttontiunxalcwm-coppcr oxides, thallium-bismuth* 
strontium-calaum-copper-oxidee and their precursors. 



1 0. The article of claim 1 wherein the rock-salt-like material is a rock-salt 
material. 



1 1 . The article of claim 1 0 wherein the rock-salt material is an oxide. 



12. The article of claim 1 1 wherein the oxide is MgO. 

1 3 . The article of claim 1 in which the rock-salt-like material is a nitride. 



14. The article according to claim 1, wherein said buffer layer comprises a 
plurality of in-plane and out-of-plane aligned films, and wherein said first film provides 
a template for the epitaxial growth of each of the others of said plurality of films. 

15. The article according to claim 1, wherein said buffer layer comprises a 
third in-plane and out-of-plane aligned film, and wherein said first film provides a 
template for the epitaxial growth of said second and third films. 

16. The article according to claim 1, wherein the thickness of the first film is 
less than about 200 angstroms and greater than about 20 angstroms and its alignment is 
better than about 13 degrees. 

17. A method of forming a composite article comprising the steps of: 
forming a buffer layer, comprising a first thin film on a smooth amorphous 

surface of a substrate, from a material having a rock-salt-like structure, 

by ion-beam assisted deposition of said rock-salt-like material under first 
conditions of temperature, rock-salt-like material evaporation rate, ion energy and flux 
selected to promote formation of in-plane aligned crystallites of said rock-salt-like 
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material on said smooth amorphous surface at the nudeation stage of film formation 
and subsequent pseudo-columnar growth of columns of said crystallites to provide 
substantial alignment of the rock-salt-like structure; and 

forming a second film having substantial alignment both in-plane and out-of- 
plane on a surface of said buffer layer, wherein said first film provides a template for 
the epitaxial growth of said second film. 

18. The method of claim 17 wherein the rock-salt-like material is a rock* 
salt material. 

1 9. The method of claim 1 7 wherein said second film is formed from a 
material selected from the group consisting of superconductors, semiconductors, 
photovoltaic materials, magnetic materials, and precursors of superconductors 

20. The method of claim 1 7 further comprising the step of ending the ion 
beam assistance after the thickness of said first film is such that said smooth amorphous 
surface is substantially covered with said in-plane aligned crystallites and before the 
thickness of said first film is about twice the thickness at which said surface is 
substantially covered with said in-plane aligned crystallites. 

21. The method of claim 20 further comprising the step of thereafter 
forming a homo-epitaxial layer of said rock-salt-like material on the surface of said first 
film by deposition of said rock-salt material under second conditions of temperature 
and rock-salt materia) evaporation rate which are elevated in relation to said first 
conditions, said first film providing a template for the growth of said homoepitaxial 
layer. 

22. The method of claim 20 further comprising the step of thereafter 
forming additional in-plane and out-of-plane aligned buffer layer films of additional 
materials on the surface of said first film, said first film providing a template for the 
epitaxial growth of said additional films, 
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23. The method of claim 17 wherein the RMS of said smooth surface of said 
substrate is less than about 100 A. 

24. The method of claim 1 7 wherein said first conditions of temperature are 
a substrate temperature in the range of about 0"C to about 400*C. 

25. A thin film for subsequent epitaxial thin film deposition comprising 
an smooth amorphous surface; and 

a thin film of a material having a rock-salt-like structure formed on said smooth 
amorphous surface with both in-plane and out-of-plane alignment 

26. A thin film as in claim 25 in which the material having a rock-salt-like 
structure has a rock salt structure. 

27. A thin oxide film as in claim 25 in which the amorphous surface is Si,N 4 . 

28. A structure as in claim 25 in which the base structure is a wire, ribbon or 

sheet 

29. A structure as in claim 25 in which the material having a rock salt like 
structure is MgQ. 

30. A structure as in claim 25 in which the amorphous surface is Hastelloy. 

31. A structure as in claim 25 in which the amorphous surface structure is 
Metglaa. 
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